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TITLE OF THE INVENTION 

Method and device for discharging surface treatment 

5 

TECHNICAL FIELD 

The present invention in general relates to a 
^ discharging surface treatment method by which a discharge 

m 

is generated between an electrode and a treatment target 
jz 10 so that a hard coat film is formed on the surface of the 

ss r 

: ~r 

u= treatment target by the discharging energy. This invention 

□ relates to an improvement in the discharging surface 

UJ treatment method and the device used to realized this method . 

■==: 
a . 

15 BACKGROUND ART 

Conventionally, with respect to a technique for 
coating the surface of a treatment target so as to provide 
corrosion resistant property and abrasion resistant 
property, for example, Japanese Patent Application 

20 Laid-open (JP-A) No. 5-148615 has disclosed a discharging 
surface treatment method. In this technique, a primary 
treatment (deposition treatment) is carried out by using 
a green compact electrode made from WC powder and Co powder, 
etc., and after exchanging this to an electrode that is 

25 comparatively less susceptible to electrode consumption, 
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such as a copper electrode , a secondary treatment (re-fusing 
treatment) is then carried out. Thus, this surface 
treatment method for a metal material is constituted by the 
two processes. This conventional technique provides a 
superior method for forming a hard coat film having a 
thickness of approximately several tens of |j.m on a steel 
plate. However, a problem with this technique is that it 
is difficult to form a hard coat film having high adhering 
strength onto a sintered material such as an ultra-hard 
alloy . 

Next, referring to Fig . 7, an explanation will be given 
of a discharging surface treatment method for forming a hard 
coat f ilmhaving high adhering strength even to an ultra-hard 
alloy. that is disclosed by Japanese Patent Application 
Laid-ppen (JP-A) No. 9-192937. Reference number 1 
represents a green compact electrode formed by compressing 
and molding TiH 2 , and reference number 2 represents a 
treatment target. Reference number 3 represents a 
treatment vessel, and reference number 4 represents a 
treatment solution. Reference number 5 represents a 
switching element for switching voltage and current to be 
applied to the green compact electrode 1 and the treatment 
target 2. Reference number 6 represents a control circuit 
for controlling ON-OFF of the switching element 5, and 
reference number 7 represents a power supply. Reference 
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number 8 represents a resistor, and reference number 9 
represents a hard coat film that has been formed. By using 
a discharging surface treatment having such an arrangement, 
it is possible to form a hard coat film having a thickness 
of approximately several jam to several tens of jam on the 
surface of steel or ultra-hard alloy. 

Moreover, Japanese Patent Application Laid-Open 
(JP-A) No. 10-225824 has disclosed a method in which: a 
material that generates a highly hard carbide, such as Ti, 
V, Nb and Ta, is used as an electrode to generate a discharge 
so that the surface of the treatment target is decarbonated 
to have a slightly rough surface (pre-treatment ) , and a 
discharge is generated by using a TiH 2 -type green compact 
electrode so as to carry out a surface treatment (main 
treatment) on the treatment target. This pre-treatment is 
carried out so as to provide easy adhesion of the coating 
material in the main treatment. Moreover, for the same 
purpose as this, another method has been disclosed in which: 
a pre-treatment is carried out under a condition where the 
TiH 2 -type green compact electrode has a negative polarity 
with a comparatively small discharging energy, and the same 
TiH 2 -type green compact electrode with higher discharging 
energy is then used so as to carry out the main treatment. 

Any of the above-mentioned conventional techniques 
features that a green compact electrode is used. However, 
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for the following three reasons, it is difficult to put these 
into practical use . 

First, it is difficult to mold an electrode having 
a size suitable for practical use. In other words, in order 
to mold the electrode so as to have a size suitable for 
practical use in the surface treatment for a metal mold, 
etc., the capability of the pressing device has to be 
extremely increased, and since upon compressing and molding 
powder material, a pressure is not uniformly transmitted 
to the inside of the material to cause unevenness in the 
density, resulting in defects such as cracks. Moreover, 
the green compact electrode thus formed is susceptible to 
collapse in shape, making it difficult to apply this to the 
secondary treatment, and variations occur in the hard coat 
film to be formed on the treatment target, resulting in 
degradation in the quality. 

Second, difficulty in dealing with the electrode 
material. In other words, powder of Ti and TiH 2 is 
susceptible to oxidation, and in particular, TiH 2 tends to 
change with time, that is, to cause hydrolysis even in the 
air, resulting in difficulty in dealing therewith. 
Moreover, when put into water, it generates hydrogen gas 
violently, raising a problem in dealing with waste 
electrodes . 

Third, difficulty in providing a thick film. In other 
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words, the conventional methods are only allowed to form 
a thickness in the range of several jam to several tens jam, 
and fail to form a hard coat film having a thickness exceeding 
this thickness that is required from the industrial point 
of view. 

The third reason is explained in more detail below. 
The formation of a thin-film has been widely carried out 
by physical vapor deposition and chemical vapor deposition, 
etc., which are dry processes. However, the formation of 
a thick-film is hardly carried out by these methods, and 
at present, it has to be carried out by using a flame coating 
method, etc. The flame coating method builds up various 
materials on a treatment target, but the structure is coarse, 
with the result that it is not suitable for the application 
such as a coat film on a metal mold that requires precision 
and durability, and it also has many limitations to materials 
to be applied . 

DISCLOSURE OF THE INVENTION 

It is an object of this invention to provide a 
discharging surface treatment method and a device for such 
a method, which can effectively form a hard coat film on 
a treatment target, and easily mold an electrode, as well 
as forming a thick film of a hard coat film within a desired 
area range, and which' is also suitable for various machine 
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parts such as metal molds , tools and machine es sential parts 
^^-fe^^i suildc e-t^e-a-tme n-^-me4: h o d-a c c o r~d±n < 

to a'first aspect of this invention, a powder that is ik^rmed 
by a simple substance or a combination of a plurality of 
carbides of metals belonging to the IVa, Va'and Via families 
in the Periodic Table is mixed f e^rr^us-f amily metal powder 
or non-ferrous metal powder having the same composition as 
the treatment target as a simple substance or a combination 
of a plurality of metals, and this is compressed and molded, 
and then preliminarily sintered to form a sintered electrode 

serving as a discharge processing electrode, and the 

/ 

electrical ^conditions at the time when the base member of 
the treatment target is directly subjected to a discharging 
surface^ treatment and the electrical conditions at the time 
wH'en a hard coat film that has been formed is subjected to 
:gxng surtace treatment are altered according to 



a discharging surface tr< 



>he— characteristics of the treatment target mate*ria-i. 
kO &A t.^^ jre^Tsc h~a~r qdrnrg-SAi-nface^treatment me thod acco rdiri-g- 




to a second aspect of this invention, a powder that^s formed 
by a simple substance or a c omb i nati^o-fa plurality of 
carbides of metals belonging to thre IVa, Va and Via families 
in the Periodic Table^s^ metal powder 

or non- f errous^jneta'l powder having the same composition as 
the treatrpjs-rf't target as a simple substance or a combination 
o t f^g^3rrrf r aXi tv of metals, a nd~"fhTs-i-s-Gomp.r.a s, sed and mo 1 de d ,^ 
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and -the n pro liminari l-v-sjrfl4e^ed-t-Q-f-Q.r.m-3LS intered electrode 
serving as a discharge processing electrode, and the 
electrical conditions at the time when a hard coat film that 
has been formed is subjected to a discharging surface 
treatment are altered at least once according to the 
characteristi'U'S <xf — th e — t-r-ea-t-me-n-t — t a.r.g eJ:_ji]^jte^rJ^a^ 

O <>\L n-th Q di scharg ing surface treatment method according- 

4? _ 

to a third aspect of this invention, a powder that is formed 
by a simple substance or a combination of a plurality of 
carbides of metals belonging to the IVa, Va and VYa families 
in the Periodic Table is mixed ferrous-family metal powder 
or non-ferrous metal powder having the same composition as 
the treatment target as a simple substance or a combination 
of a plurality of metals, and this is/compressed and molded, 
and then preliminarily sintered t^/r orm a sintered electrode 
serving as a discharge processing electrode, and the 
electrical conditions at tire time when the base member of 
the treatment target indirectly subjected to a discharging 
surface treatment and/the electrical conditions at the time 
when a hard coat faflm that has been formed is subjected to 
a discharging surf ace treatment are altered according to 

r 

the characteristics of the treatment target material, while 

/ 

the electrical conditions at the time when the hard coat 

/ 

film that has been formed is subjected to a discharging 




sy-^fSxfe treatment are altered at least once according to 
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^^--CTxaHracteri sties of~t"Ire — tre-a^men-t -t a r-g-e^E— ma t e r ±-al- 

-^^ In the discharging our f ace -t r e a - traont m o t^^ 
to a fourth aspect of this invention.^ i~n~~tfhe configuration 
according to the firs±^aspect" of this invention, it is 
pref erable^-t'hat an inert gas is interpolated between the 
i e l e-e-t5--?ode — a^ad— fcfee— fcx-e-aJune n t t a rge t . 
Hf^e-d-i-s-cirarirging surrace treatment mernoa accord: 
to a fifth aspect of this invention 7 ^in the configuration 
according to the^^con^i aspect of this invention, it is 
preferable that an inert gas is interpolated between the 
syv£SX^xL^.Le-G-t^rode---and_the -treatment -targe-t . 




j-in-g-s-u-^^a-ce't'reartment method accordinxs 
to a sixth aspect of this^J^ configuration 
according to the th-i-rci aspect of this invention, it is 
pref ej^b-3rg^tl^^ inert gas is interpolated between the 
yi-irt'err e ' U e 1 e ttTO'd'e and - the t r e a tmerrt~~t*a'r get-r 

tce-i: rFatment m-e"tiro-d-a-< 
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to a seventh aspect of this invention, iji^the configuration 
according to the first as^eetof this invention, it is 
preferable that tjb^sintered electrode is allowed to scan 
the tre^trrrtent target so that the hard coat film is formed 
.Q-ri the surface of th e ■tr.e.atment _taxg.e_t-. 

to a eighth aspectj^f^irhiTs^nvention, in the configuration 
accor^Jrjig^t-Q — thr© — &eeen-d— aspect of this inv_e.nJt.ijan, it is 



15 



20 




I»ft--fe^-e^i5-ei c tai:g±TL-g-si 
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p ffir a bJ_.e— h hat the? sint g-i^g d_p j^^j^a^g^d^^ 

the treatment target^-e^ttfatthe hard coat film is formed 
pn — ^-fr^ S)] r.f .a-c^e— o-f- -the treatment- — ta.r.g ei . 

5^^Iii-t-he-<i-i^charg ing_s,u rXa^e-^^e-a-tinent me"t h _ od~a c c o^i*^- 
to a ninth aspect of this invent ion^jjx-^^ 

according to the third asp.ec€^of this invention, it is 
preferable that^th^slntered electrode is allowed to scan 
the tre^jHn^rvt" target so that the hard coat film is formed 

-titer- tr e _ at me n t -—tra-r-g-e^fc . 

: at e t r ■ e -a-tmerrt-de vi-c e-aeeo-r^idL-ng- 
to a tenth aspect of this invention, a powder that is f,o^med 
by a simple substance or a combination of a pLtfrality of 
carbides of metals belonging to the IVa, Va^a-nd Via families 
in the Periodic Table is mixed ferrous-family metal powder 
or non-ferrous metal powder havirig/the same composition as 
the treatment target as a simple substance or a combination 

/ 

of a plurality of metals, and this is compressed and molded, 
and then preliminarily sintered to form a sintered electrode 

/ 

serving as a discharge processing electrode . Moreover, the 
above-mentioned device is provided with a switching unit 
which alters the' electrical conditions at the time when the 
base member^f the treatment target is directly subjected 
to a discharging surface treatment and the electrical 
conditions at the time when a hard coat film that has been 
formed i ^ — s - ub j octcd — tro — a — discharging sui la c e — t^e-a-tmant 
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|°^ In the dj 



a<eee rding to — the characteristics otTTre — trrena j tme^i-t— t-a-r-g-eir 

li_g-C.h a rg-i-n g-s- u r f a ee t r e-a-ferte-rH^-d-e^ vi c o-aGcozdin 
to an eleventh aspect of this invention, a powde^t-K^t^is 
formed by a simple substance or a combination or a plurality 
of carbides of me tals belonging to the IVa, Va and Via families 
in the Periodic Table is mixed ferrous-family metal powder 
or non-ferrous metal powder having the same composition as 
the treatment target as a simple substance or a combination 
of a plurality of metalS//and this is compressed and molded, 
and then preliminarily sintered to form a sintered electrode 
serving as a discharge processing electrode - Moreover, the 
device is pravided with a switching unit which alters the 
electrical conditions at the time when a hard coat film that 
has be/n formed is subjected to a discharging surface 
treatment at least once according to the characteristics 
te — fe^e-a-t me nt — target mat e rial. - 



z rearer 



*^%N£a-fefre ~dirs~c1ra rgmg surr ace treatment a e v ice according 
to a twelfth aspect of this invention, a powderj^hra^is formed 
by a simple substance or a combination of a plurality of 
carbides of metals belonging to the IVa, Va and Via families 
in the Periodic Table is mixed ferrous-family metal powder 
or non-ferrous metal powder having the same composition as 
the treatment target as a simple substance or a combination 



.urality of metals, and this is compressed and merlded, 
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a-nd-t^h-e-n prelimi-na^Lly 



:dtw a sintered electro 



serving as a discharge processing electrode . Moreover, the 
above-mentioned device is provided with a fir^t switching 
unit which, alters the electrical condition/at the time when 
5 the base member of the treatment target directly subjected 
to a discharging surface treatment and the electrical 
conditions at the time when a hard coat film that has been 

formed is subjected to a ^discharging surface treatment 

s 

s 

according to the characteristics of the treatment target 
10 material, and a second switching unit which alters the 
electrical conditions at the time when the hard coat film 
that has b^en formed is subjected to a discharging surface 
treaXiaent at least once according to the characteristics 
^of_JUie— t-r^e-a-tmen-t — t-a.r.gje_t_ma.t,ex.i.aJ^ . 

5^^^-ttre discharging surface treatment devicejacc^ 
to a thirteenth aspect of this ----invention, in the 
configuration according to the tenth aspect of this invention, 
it is preferable that an inert-gas supplying unit is 
installed so as to interpolate an inert gas between the 
20 ''ii^Tte'red electrode and the treatment target.^" 

^°^l^rthe discharging surrace treatment a*Fvixre-ae€^^^-d^^ 
to a fourteenth a s p^cr^^ invention, in the 

configuration according to the eleventh aspect of this 
inventi.o-n, it is preferable that an inert-gas supplying unit 



15 



25 



rslJ.rLS^a-i±^d so as to interpolate an inert gas between tfirev 
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20 



sAnJ^e^e-d -e-l-e-c trod e — and th e^re-atme nt — Lary e t\ 

^•^lJi--^-e-^- 3 char g ing sur f-aee -^^-a-irmeirt-d-e vix^accordpvg' 
to a fifteenth aspect of this invention, in the configuration 
according to the twelfth aspect of this invention, i-t is 
preferable that an inert-gas supplying unit is installed 
so as to interpolate an inert gas between the sintered 
e 1 e ctroiie-^r nd th e — ^ea4faent— Laxg^i 
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^ n^tti e"dirs""c h~a r g-i-n g-s-tirfat:-e tTFatment aevice a crroxdd-m 
to a sixteenth aspect of this invention, in the configuration 
according to the tenth aspect of this invention, it is 
preferable that an X-axis driving device, a Y-axis driving 
device and a Z-axis driving device, which relatively shift 
the sintered electrode and the treatment target in the 
X-direction, Y-direction and Z-direction, are installed so 
that the X-axis driving device, the Y-axis driving device 
and the ^axis driving device allow the sintered electrode 
to s.can the treatment target to form the hard coat film on 
r^Tce of the treatm^i 
3^t£,^fr n the dis -Gh^^gd-ng^s-ur^f-ace- 1 r e a tme nt d e vi-c e a-c cor ding 
to a seventeenth aspect of this inventlonT^in the 
configuration according to the eieverrtlT^ of this 

invention, it is prefera^l-^^ X-axis driving device, 

a Y-axis driving^device and a Z-axis driving device, which 
relatij^eiyshift the sintered electrode and the treatment 
:arq gj 1 n ~t*he X-direction, Y-direction and Z-direction, are" 



m 

i — 

3 

G 
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i nstalled oo thai: — the X-a -xirs~~ driving d evice, — trfre: 
driving device and the Z-axis -driving device allow the 
sintered elecjbrode to scan the treatment target to form the 
J^arcT^coat fi.lnw-0-n the surface of the" "trr^artment — tarrge-fe. 



^^^L nthc d jrs-cira-rging surface treatment device aceordin 
to a eighteenth aspect of this invention, ^arfi the 




configuration according to the twelfth aspect of this 
invention, it is preferable that an X^£xis driving device, 
a Y-axis driving device and a Z->arxis driving device, which 
10 relatively shift the sintered electrode and the treatment 
target in the X-directjron, Y-direction and Z-direction, are 
installed so thpst the X-axis driving device, the Y-axis 
driving^de^vice and the Z-axis driving device allow the 
sinte-red electrode to scan the treatment target to form the 



15 <^a^*coat film on the surface of the treatment targets 
Since the present invention has the above-mentioned 
arrangement, the following effects are .obtained. 

The discharging surface treatment method according 
to any one of the first to third aspects makes it possible 

20 to easily form an electrode and also to form a hard coat 
film having high adhesion to the treatment target efficiently , 
Therefore, the discharging surface treatment method is 
applicable to various machine parts such as molds, tools 
and machine constituent parts. Moreover, the hard coat film 

25 is allowed to deposit on the treatment target with an area 
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virtually equal to the area of the electrode, thereby making 
it possible to eliminate the need of a masking treatment. 

The discharging surface treatment method according 
to the fourth aspect has such an effect in addition to the 
5 effects of the first aspect that the structure is simplified. 

The discharging surface treatment method according 
to the fifth aspect has such an effect in addition to the 
effects of the second aspect that the structure is 
simpli f ied . 

10 The discharging surface treatment method according 

to the sixth aspect has such an effect in addition to the 
effects of the third aspect that the structure is simplified . 

S^j ^Ln addition to the effe cts of the first aspect, the 
discharging surface treatment method according tp^the 

15 seventh aspect makes it possible to use a small-sirfe sintered 
electrode, and the process is carried out with this electrode 
being allowed to scan. T h e r e fo^/^^it^s not necessary to 
use a large-size sintered electrode having a specific shape, 
and it is possible to^fora a hard coat film with the small- si ze 

20 sintered elect^od^e^being allowed to scan on the entire curved 
face of the^/treatment target, such as a mold, having a 
three-dimensional free curved face, so as to have a uniform 
thickness over the entire area or a varied film thickness, 
^JE- n^ee-s-s-a-E-y-.^ ^ 

25 5$^*- - addition to the effects o l L 1re-~s" econd aape rrt-r— t.h£_ 
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d i e char gin g-sur f ace treatment method according to the eighth 
aspect makes it possible to use a small-size siate^red 
electrode, and the process is carried out with thj^electrode 
being allowed to scan. Therefore, it i^not necessary to 
5 use a large-size sintered electrod,e^having a specific shape, 
and it is possible to form a hard coat film with the small -size 
sintered electrode beiiig^allowed to scan on the entire curved 
face of the treatment target, such as a mold, having a 
three-dimensio-rial^f ree curved face, so as to have a uniform 
10 thickness/6ver the entire area or a varied film thickness, 
if ^ -Nece ssary . 



S^ty ^n addition to th e e ffects of the third - aspect, — 




discharging surface treatment method according to the fdnth 
aspect makes it possible to use a small-sizp^sintered 

15 electrode, and the process is carried out wittfthis electrode 
being allowed to scan. Therefore, if is not necessary to 
use a large-size sintered electrode having a specific shape, 
and it is possible to form a hard coat film with the small -size 
sintered electrode being allowed to scan on the entire curved 

20 face of the treatment target, such as a mold, having a 
three-dimensional free curved face, so as to have a uniform 
thickriess over the entire area or a varied film thickness, 



^X£ necessar y. ^ 

The discharging surface treatment device according 
25 to any one of the tenth to twelfth aspects makes it possible 
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to easily form an electrode and also to form a hard coat 
film having high adhesion to the treatment target efficiently 
Therefore, the discharging surface treatment method is- 
applicable to various machine parts such as molds, tools 
and machine cons tit uent par ts . Moreover, the hard coat film 
is allowed to deposit on the treatment target with an area 
virtually equal to the area of the electrode, thereby making 
it possible to eliminate the need of a masking treatment. 

The discharging surface treatment device according 
to the thirteenth aspect has such an effect in addition to 
the effects of the tenth aspect that the structure is 
simplified . 

The discharging surface treatment device according 
to the fourteenth aspect has such an effect in addition to 
the effects of the eleventh aspect that the structure is 
simplified . 

The discharging surface treatment device according 
to the fifteenth aspect has such an effect in addition to 
the effects of the twelfth aspect that the structure is 
simplified. 



discharging surface treatment^device according to the 
sixteenth aspect makes' it possible to use a small-size 
sintered electrode, and the process is carried out with this 





g allowed to scan. Therefore, it is "rnyt- 
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a o c G csary -^b-o ■ use a lar ge-size sxhtefed electrode RaATrn-g- 
specific shape, and it is possible to form a har-d^coat film 
with the small-size sintered electrode being allowed to scan 
on the entire curved face of the treatment target, such as 
a mold, having a three-dimensional free curved face, so as 
to have a uniform thickness over the entire area or a varied 
f iLgfJ h-tc-krR-e-s-s-; — drf ~~n~e c e s s a r y . 



€ kiition to the — streets or the eleventiT asp- 




the discharging surface treatment, method accord^irrg to the 
10 seventeenth aspect makes it possible tcj^tfse a small-size 
sintered electrode, and the proces^-dTs carried out with this 
electrode being allowed to/^can. Therefore, it is not 
necessary to use a larg^-size sintered electrode having a 
specific shape , a^^\A. i.s possible to form a hard coat film 
15 with the small/'size sintered electrode being allowed to scan 
on the entire curved face of the treatment target, such as 
a mold/^having a three-dimensional free curved face, so as 
to/have a uniform thickness over the entire area or a varied 
^/^fXlxa thickness; — if— Fi-eee-s-sa-r-y-^ 

^^^^-a^drt±D n to the effects ot the twelfth aspect 
discharging surface treatme^ to the 

eighteenth aspect make.s<Lt possible to use a small-size 
sintere^d^l^^ and the process is carried out with this 

electr-ode being allowed to scan. Therefore, it is not 
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2-s-s-axy to use a large-size sintered electrode fravrng a- 
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a structural drawing that shows a discharging surface 
treatment method and a device for such a method according 
to a third embodiment of the present invention; and Fig. 
7 is a structural drawing that shows a conventional surface 
treatment method. 

BEST MODE FOR CARRYING OUT THE INVENTION 
FIRST EMBODIMENT 

^^^4rg . 1 iia a structural drawing that shows a dischargin 




surface treatment method and a' device for such a mexhod 
according to a first embodiment of the present irarvention. 
Reference number 2 represents a treatment /target, and 
reference number 3 represents a processing vessel. 
Reference number 4 represents a processing fluid, such as 
insulating oil or water. Reference number 10 represents 
a shifting motor, and refer^c^number 11 represents a 
shifting thread. Re ference number 12 represents a sintered 
electrode, and reference/number 13 represents a hard coat 
film formed on the treatment target 2. Reference number 
14 represents a control device, provided with a power supply, 
for controlling a current and a voltage . The shifting motor 
10, controlled by a controlling system not shown, is designed 
so that/the sintered electrode 12 is shifted toward the 
treatment targe£__2 "in a desired control mode, such as a 



;ervo-shif ting mode and a constant-shifting mode, through 



S2 3 
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t+te snirtmg ihreaa TT. 

As mentioned-above, the processing fluid 4 is 
insulating oil or water. Following advantages are obtained 
when the insulating oil is used. That is, conventional 
5 techniques of discharge processing devices that have been 
widely used are applicable, as they are, and a comparatively 
simple structure is available. On the other hand, if water 
is used, in some cases, hydroxides may be generated 
%j simultaneously as the reaction takes place, resulting in 

=p 10 a problem when a high-quality coat film is required. However, 

fy 

M= in the case of the application of a non-electrolytic power 

s 

Q supply in a wire discharge processing device that has been 

widely used at present, the above-mentioned disadvantage 
is reduced to a minimum so that even water is used as the 
15 processing fluid, it becomes possible to form a hard coat 
film having virtually the same characteristics as that 
produced by using an insulating oil as the processing fluid 
from the viewpoint of practical use. 

t^jj^ ft um L l itu> d u £ lujiml a'c t u r irrg- 1 h e~s intexed electr od^—lS^- 
20 wiil now be explained. A powder that is f orrri£-dH3y^ a simple 
substance or a combination of a pl-urality of carbides of 
metals belonging to the^I-V^^^ and Via families in the 
Periodic Table ( f o/example , WC, Tie, TaC, etc.) is mixed 
f errous,-f amily metal powder such as Fe, Co and Ni, or 
25 .non-ferrous metal powder having the same composition as-th.©- 



t>^e-artmeTrb- t a rget — (for e xample, A"l ali~by powder, etc . ) ecs^ 
a simple substance or in combination, and this is compressed 
and molded into a predetermined shape, thereby manufacturing 
a green compact electrode. Then, this is put in^o^a vacuum 
5 furnace, etc., and the temperature inside ^ furnace is 
gradually increased so as to harden tk^green compact 
electrode to a degree, for example, approximately as hard 
as chalk so that it has sufficient/ strength to withstand 

/ 

a mechanical machining process and also is not hardened too 
10 much (this process is referrecrto as "preliminary sintering 
process") . In this state,/the ferrous-family metal such 

/ 

as Co starts to elute to^be buried in gaps between carbides, 
thereby forming a so-called solid solution. In contrast, 
at contact portions between the carbides, although mutual 

15 bonding progresses , the bonding is weakbecausethe sintering 
temperature is/comparatively low with the result that a main 
sintering process is not attained. The sintered electrode 
in this ^s,tate, which has been subjected to the preliminary 
sinter/ing process, is taken out, and machined and sized to 

20 a predetermined shape. Thus, this is used as the sintered 
^d^ci^o-de^T2 

^|^ke — eon-di-t-ion-s — e-f — t-h-e — abo^^meji-tj-OXL^^ 
sintering process are dif f erent-^dep"^nding on electrode 



materials. tio-we-ver, this is determined preliminarily 
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tre*ftp^xa£-ux-o is -s^ir^irpT^ximaireTy in the range of 4 00 to 11-00- 
ete gree centigra -d-e^ 

^^te — this — cas e ; — i£ — i^s — e^ s en t ^al not to rai^_th^ 
preliminary sintering temperature to approximately^not less 
5 than 1100 degree centigrade. The temperatures exceeding 
this temperature make the electrode too hard, resulting in 
a problem in which in the next discharging process, the 
electrode material comes off irregularly due to a thermal 
impact caused by arc. discharging, failing to properly supply 
10 discharging between the electrodes, resulting in serious 
adverse effects to the quality of the coat film formed on 
^t>e ^treatment t ar g 

of the hard coat film 13 . When an arc discharge is generated 
15 intermittently or continuously between the/sintered 
electrode 12 and the treatment target 2^t^i-e pole-to-pole 
gap has a high temperature locallyjiiae^to arc heat. First, 
when an arc discharge is generated once, one portion of the 
electrode material comes off between the poles, and is 
20 simultaneously discharged in a powdered state by the thermal 

X* 

impact energy apportions of the sintered electrode 12 
preliminarily sintered facing the treatment target 2. 
Since the pole-to-pole gap enters a high- temperature plasma 
state of not less than several thousands of degree centigrade 



25 /mo rn? n * r i 1 y ■ — nvo-s L portions of the electrode "mate ri a 1 - a-r-e- 



-=3 
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oemfi l e t o 1 - y — f used- T-tte — surf-ace — ©-£ — t-he — fe^ea-tment — t arr-gwp' 

facing the electrode is also heated instantaneously ajfe^the 
generation position of the arc discharge, and fus-^d in the 
same manner as the electrode material At this 

5 high-temperature state, the fused electrode material and 
the treatment target are mutually mixed/with each other to 
form an alloy phase between the elect^rode material and the 
treatment target on the treatment/target. Next, since the 
processing fluid is located in/the pole-to-pole gap and in 
10 the vicinity thereof , this is/abruptly cooled of f, and during 
a cooling phase from the h±,gh~ temperature state, an interface 
reaction between the liquid phase of the ferrous -family metal 
and the solid phas'e of the carbides or a solid-solution 

/ 

forming reaction between the solid phases of the carbides 
15 instantaneously occurs, thereby executing a main sintering 
process in/an extremely short time. In this manner, a hard 
coat fJ^Lm 13 is formed on the treatment target 2. When this 
process is repeated, the deposition of the coat film 
progresses as the time elapses, thereby making it possible 




20 /to foj^&--ar-t^ck film, 
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Fig. 2 shows a state in which the hard coat film is 
depositing due to continuous discharges. It can be clearly 
seen that the hard coat films, each formed by a single 
discharge, are allowed to deposit in a folded manner. 
^ ^ Fig " 3 c ho ^ ~^~~5rrate in which ^--bMre-k— f-i-4m^i s_f_o_rjn^£L 
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a < nd a d-±-s-ctraT"ge curreni at this time. WC-Co is used as the? 
sintered electrode 12 and a steel plate is used as /€he 
treatment target 2. Moreover, Fig. 3(a) shows a ydase in 
which a discharge is directly applied to the base member 
of the treatment target 2, and Fig. 3(b) s^ows a case in 
which, after a hard coat film 13 has been formed, a discharge 
is further applied thereto. Depending^! the cases in which 
a discharge is directly applied to the base member of the 
treatment target 2 and in which a discharge is applied after 



^ 10 the hard coat film 13"has been formed, electrical conditions 

s / 

including the discharge current value Ip, the discharge 

B current pulse width xp and /the pause time xr are properly 

HI / 

w altered so as to fit to thre characteristics of the subject 

5^ material. Moreover, de'pending on cases, the poles of the 

15 electrode are also cha'nged. This is because the base member 

and the hard coat film formed later are respectively 

different in material characteristics and hardness. 

Therefore, the/elect rical conditions are altered so as to 

fit to the characteristics of the subject material depending 

20 on the ca,ses in which a discharge is directly applied to 
/ 

the bas,e member and in which a discharge is further applied 
after' the hard coat film has been formed so as to fit to 
this characteristics of the subject material; consequently, 
: h e e lectci.c.a 1— eo nd±t"i o n s s u i~€a BTe~~f ~o~r— t-h-e— c.o rresponding 
subject material are adopted so that it becomes possible 



25 



tr o udiiyuul L 1 1 u -p r oc as s -i-n~a- s-h o r t e r-tl-me— an"d~al"s oTo forTtp 
a hard coat film with high adhesion. Such electrical 
conditions suitable for the respective characteristics of 
the subject materials are preliminarily^determined through 
experiments, etc., and the corvtr^ol device 14 alters these 
according to the characteristics of the subject material. 
For example, the alt.elfation of each of the discharging 
current value Ip'^the discharging current pulse width xp 
and the pau-se time xr is carried out by switching operations 
of swixches 15 and 16 and the controlling operations of the 




felling in the control circuit shown in Fig. 4. 

Moreover, the above description has shown a case in 
which the electrical conditions are altered depending on 
the cases in which a discharge is directly applied to the 
base member and in which a discharge is further applied after 
the hard coat film has been formed. However, even in the 
course of formation of a thick, hard coat film, the electrical 
conditions may be altered according to the characteristics 
of the subject material. 

Moreover, in Fig. 4, two switches are used for the 
switching operations. However, three or more switches may 
be used. Moreover, any means that can alter the current, 
such as a variable resistor for changing a current, may be 
used. 

Moreover, Fig. 3 has exemplified a case in which a 
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steel plateisusedas the base member of the treatment target. 
However, when the base member is made of a cemented carbide, 
Ti -based mate rials may be used as the electrode . The current 
waveform is altered in response to various combinations 
5 between such treatment target materials and the electrodes . 
SECOND EMBODIMENT 

S °^^Eig— -5^^ that shows a dischargij 

surface treatment method and a device for such a method 
according to a second embodiment of the present in-^ention. 

10 Reference number 2 represents a treatment /target, and 
reference number 12 represents a sinte/ed electrode. 
Reference number 13 represents a hard coat film formed on 
the treatment target 2. Reference n-timber 14 represents a 
control device , provided with a powe'r'supply, for controlling 

15 a current and a voltage. The hard coat film 13 is formed 
on the surface of the treatment target 2 while the sintered 
electrode 12 and the ^trveatment target 2 are relatively 
shifted in the X-dire^tion, Y-direction and Z-direction by 
using an X-axis driving device, a Y-axis driving device and 

20 a Z-axis driving/device , not shown. For example, when the 
treatment target 2 is a mold, its surface is not a plane 
face, and h4s a three-dimensional shape with complex free 
curved faces. However, the X-axis driving device, the 
Y-axi/5 driving device and the Z-axis driving device allow 

2 5 the s intered elec .t.mde- 12 to 'S'can' al67Tg~therf ree curved f ace" 
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of the mold with the gap being maintained constant or the 
servo-voltage being maintained constant. In this case, 
since the electrode is consumed very quickly, a compensating 
shifting operation is required for compensating for the 
electrode consumption- Therefore, the movement control of 
the main axis for supporting the electrode in the Z-axis 
direction needs to be carried out accurately and quickly. 
The above-mentioned operations are repeated so that the 
electrode is allowed to scan all over the curved faces 
constituting the mold . Thus , it becomes possible to deposit 
the hard coat film over the entire area uniformly, or with 
a varied film thickness, if necessary. 

Moreover, when a discharge is directly applied to the 
base member of the treatment target and when a discharge 
is further applied after the hard coat film has been formed, 
or in the course of formation of the thick, hard coat film, 
the electric conditions are altered so as to fit to the 
characteristics of the subject treatment material , that is, 
the electric conditions suitable for the subject treatment 
material are adopted. Thus, it becomes possible to carry 
out the process in a shorter time, and also to form a hard 
coat film with high adhesion. 
THIRD EMBODIMENT 

^N gig. 6 is a 3tr -^-e teral drawing that show s a'dischaT q-i^ 
^tr rf3rfi — tte-a-fement .method and a device . for . such _a metho,d. 
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^G-oo-r-ding to a third embodim ent— erf "tire - p~r~e~s eTit-rirn-ve-a-ti-e nr: 
This embodiment explains a discharging operation performed 
in the environment of gas. Reference number 2 represents 
a treatment target. Reference number 10 represents a 
shifting motor, and reference number 11 represents is a 
shifting thread. Reference number 12 represents a sintered 
electrode, and reference number 13 represents a hard coat 
film formed on the treatment target 2. /Reference number 
14 represents a control device, provider with a power supply, 
for controlling a current and a voltage. Reference number 
17 represents a gas supply source/and reference number 18 
represents a path and 19 is a s'upply pipe. The gas supply 
source 17 is connected to the path 18 installed inside the 
sintered electrode 12 through a pipe. While power is 
supplied by the power supply of the control device 14, inert 
gas, such as air or nitrogen gas, is supplied at a 



predetermined amount from the gas supply source 17. The 
supply pipe 19 is/used for supplying gas from the outside 
of the electrode^when a path is not formed inside the electrode , 

/ 

and in this case, gas is discharged toward the pole-to-pole 
gap. The^objects of the gas supply are to cool off the 
pole-tOypole gap and to transport excessive . electrode 
materials out of the system, and these object are the same 
as those of the processing fluid. Without the gas supply, 



ift is^i-f^i-cj-il t te -fofnTthe hard coat film on the treatment 
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t«ryet in a slabTe manner. With respect to the kinds of 
gases, air or nitrogen gas is suitable from the environmental 
point of vi eji. — =~ 

In the gaseous discharging operation of this type also, 
when a discharge is directly applied to the base member of 
the treatment target and when a discharge is further applied 
after the hard coat film has been formed, or in the course 
of formation of the thick, hard coat film, the electric 
conditions are altered so as to fit to the characteristics 
of the subject treatment material, that is, the electric 
conditions suitable for the subject treatment material are 
adopted. Thus, it becomes possible to carry out the process 
in a shorter time, and also to form a hard coat film with 
high adhesion. 

INDUSTRIAL APPLICABILITY 

As described above, the discharging surface treatment 
method and the device thereof according to the present 
invention is suitable for formation of a hard coat film on 
a treatment target. 



